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(54) Thin-film transistor monolithically integrated with an organic light-emitting diode 



(57) A device in which one or more thin film transis- 
tors are monolithically integrated with a light emitting di- 
ode is disclosed. The thin film transistor has an organic 
semiconductor layer The light emitting layer of the light 



emitting diode is also an organic material. The device is 
fabricated economically by integrating the fabrication of 
the thin film transistor and the light emitting diode on the 
substrate and by employing low cost fabrication tech- 
niques. 
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Description 

BACKGROUND OF THE INVENTION 
Technical Field 

[0001] The present invention is directed to an organic 
light-emitting device and a thin film transistor which are 
monolithically integrated. The present invention is also 
directed to a process lor making the device. 

Art Background 

[0002] Light emitting diodes (LEDs) with an organic 
layer as the active layer have been developed for use 
in flat panel displays. LEDs with organic thin films are 
attractive because such devices need not be produced 
on a crystalline substrate, the cost of producing such 
devices is low the devices operate at low voltage, and 
the organic thin films enable devices that emit light in a 
variety of colors to be produced. Consequently LEDs 
are attractive for use in making flat panel displays that 
are unbreakable, lightweight, flexible, and inexpensive. 
[0003] Thin-film transistors (TFTs) have been used as 
the switching elements in liquid crystal displays. As not- 
ed in Wu. C. et al., "Integration of Organic LED's and 
Amorphous Si TFTs onto Flexible and Lightweight Met- 
al Foil Substrates ■ 'PPP Electron Device Letters, Vol. 
18 12. pp 609-612 (1997). there is a desire to integrate 
TFTs and LEDs tor making active-matrix emissive flat 
panel displays. The device 10 described in the Wu et al. 
article is illustrated in FIG. 1. Both the LED 11 and the 
TFT 1 2 are formed on a stainless steel foil substrate 1 3. 
The TFT is formed by depositing an insulating layer 14 
over the foil substrate 1 3. A chromium gate 1 5 is formed 
on the substrate, over which is formed another insulat- 
ing layer 16. 

[0004] A layer of undoped amorphous hydrogenatea 
silicon 17 is formed on the insulating layer, over which 
is formed a layer of n* amorphous hydrogenated silicon 
18 Chromium source/drain contacts 19 are formed on 
the doped silicon layer 18 After the TFT is fabricated, 
the LED 11 is formed by depositing a platinum anode 21 
on the source/dram contact 19. A layer of luminescent 
polymer 22 is formed over the source/dram contact 19 
and the platinum anode 21 . The cathode (double-layer 
Mg:Ag(l0:l)/ITO) 23 is formed on the surface of the lu- 
minescent polymer and placed so that the luminescent 
polymer is sandwiched between the anode 21 and the 
cathode 23. 

[0005] Wu et al note the advantages for producing an 
integrated TFT and LED on a plastic substrate. Howev- 
er, Wu ct al. further note that such a dovico would be 
difficult to fabricate due to the mechanical and chemical 
instabilities of such substrates. The integrated device 
described by Wu ej al. essentially requires that the TFT 
be formed first on the substrate f oltowed by formation of 
the LED 
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[0006] The desirability of a TFT driving an LED with 
an organic layer is also noted in Hatalis, M.. et al "Poly- 
silicon TFT active matrix organic ETL displays. - SPIE 
Vol 3057 pp. 277-286 (1997). Hatalis et al describes 
integrating a polysilicon TFT with an organic LED on a 
glass substrate. The TFT structure described by Hatalis 
et al has a doped polycrystalline silicon source and 
drain regions formed on the glass substrate. The gate 
dielectric material is silicon dioxide formed by heating 
the substrate with the polycrystalline silicon formed ther- 
eon to 1000°C in an oxygen containing atmosphere. 
The gate is also doped polycrystalline silicon. A layer of 
silicon dioxide is formed over the TFT device, with con- 
tact windows etched through the passivation layer to the 
source and drain regions and filled with aluminum. The 
data lines formed on top of the passivation layers is pat- 
terned aluminum. Another layer of passivation oxide is 
formed over the aluminum with vias etched therein tor 
the pixel contacts. A patterned indium tin oxide (ITO) 
layer is lormed over the passivation layer. The active 
organic material is formed over the ITO, over which a 
top electrode is formed. 

[0007] The device described in Hatalis et al is also 
difficult to fabricate. Specifically, the fabrication requires 
high temperature processing and numerous lithograph- 
ic and etching steps to form the vias. 
[0008] Accordingly, a monolithically integrated LED 
and TFT in which the LED and TFT are formed using a 
simplified process is desired 

SUMMARY OF THE INVENTION 

[0009] The present invention is directed to a device in 
which a thin film transistor (TFT) is monolithically inte- 
grated with a light emitting diode (LED). The LED has a 
layer or layers of active materiat (i.e. the material tn 
which electron or hole transport occurs or in which elec- 
tron/hole recombination occurs) sandwiched between 
an anode and a cathode. The cathode is the electrically 
conductive contact that injects electrons into the active 
layer(s). The anode is the electrically conductive contact 
that injects holes into these active layers. In the TFT, 
electron or hole transport occurs in the semiconductive 
layer. Thus, the semiconductive layer of the TFT device 
is also referred to as an active layer, in the present in- 
vention, at least one of the active layers of the LED and 
the semiconductor layer of the TFT are organic materi- 
als. 

[0010] Because layers of these organic materials are 
relatively easy to form on a substrate, these materials 
are advantageous from both a device design standpoint 
and a processing standpoint. Consequently, many dif- 
ferent device configurations arc possiblo when thoso or- 
ganic materials are used in the integrated device. Fur- 
thermore, a variety of different processing techniques 
can be used to form such devices, allowing for flexibility 
in choosing processing techniques The present inven- 
tion is also directed to processes for making such de- 
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vices that are both economical and efficient. 
[0011] If the device configuration is such that light is 
emitted from the LED through the substrate, the sub- 
strate must be transparent. Either glass substrates or 
transparent plastic substrates are contemplated as suit- s 
able. It is advantageous if the substrate is a transparent 
plastic substrate such as a polyester or polyimide sub- 
strate : because such substrates are inexpensive, dura- 
ble, flexible, and lightweight. If the device configuration 
is such that the LED does not emit light through the sub- *o 
strate, opaque substrates such as silicon, steel or 
opaque plastic substrates are contemplated as suitable. 
[0012] In the embodiments of the present invention 
wherein the light emission is through the substrate, the 
anode of the LED device formed directly on the trans- 
parent substrate is also transparent. Examples of suit- 
able transparent anode materials are transparent con- 
ducting metal oxides such as indium tin oxide (ITO). 
[0013] The gate contact of the organic TFT is also 
formed directly on the transparent substrate. Again suit- 20 
able materials for the gate contact of a TFT with an ac- 
tive organic layer are well known to one skilled in the 
an. Examples of suitable materials include vacuum 
evaporated metals such as gold, aluminum, and plati- 
num. Soluble conducting polymers such as poryanilinc, 2S 
poly(3.4-(ethylene-dioxy)thiophene) and polypyrrole 
are also contemplated as suitable. Conductive particle- 
based polymer composites such as silver ink and graph- 
ite ink are also contemplated as suitable. 
[0014] In the device configuration wherein the trans- 30 
parent anode of the LED is formed directly on the trans- 
parent substrate, it is advantageous if the gate contact 
of the organic TFT and the anode of the organic LED 
are the same material so that both can be formed using 
one deposition step and one lithographic processing se- 35 
quence. Consequently in the embodiments of the 
present invention wherein the LED anode is a transpar- 
ent metal oxide, it is advantageous if the gate contact is 
the same transparent metal oxide. 

[001 5] A layer of insulating material is formed over the *o 
gate contact. Insulating materials suitable for use in or- 
ganic TFT devices are well known and all are contem- 
plated as suitable. Examples of suitable materials are 
inorganic material such as silicon oxide (Si0 2 ) and sili- 
con nitride (Si 3 N 4 ). Soluble polymer dielectrics such as «*5 
polyimioe and poly(methyl methacrylate) are also con- 
templated as suitable Other examples of suitable die- 
lectric materials include photodefinable polymer dielec- 
trics such as benzocyclobutene and commercially avail- 
able spin-on glass materials. From a processing per- so 
spective. it is advantageous il the insulating layer is ei- 
ther a soluble polymer dielectric material, a photodefin- 
able dielectric material or a spin-on glass. Such materi- 
als are advantageous because layers of these materials 
are formed on the substrate by low-cost processing ss 
techniques such as spin-coating, casting and printing 
(e g screen printing, ink-jet printing, soft lithography 
patterning and spraying) Soft lithography is described 



in Qin. D., et al., 'Microfabrication. Mic Restructures and 
Microsystems.' Topics in Current Chemistry , Vol 194 
p. 2-20 (1998). which is hereby incorporated by refer- 
ence. 

[0016] The organic TFT device has source and drain 
contacts. Materials suitable for use as the source and 
drain contacts for the organic TFT device are well known 
and all are contemplated as suitable. Examples of suit- 
able materials include the above-described vacuum 
evaporated metals, soluble conducting polymers, and 
conductive particle-based polymer composites. Typical- 
ly the source and drain contacts are formed over the in- 
sulating layer or over a layer of organic semiconductor 
material formed over the insulating layer. 
[0017] Examples of suitable organic semiconductor 
materials with suitable field effect- mobilities and other 
desirable semiconductor properties are well known to 
one skilled in the art. Such materials are either p-type 
materials or n-type materials. A variety of techniques are 
employed for depositing a layer of such materials For 
example, layers of p-type conjugated oligomers such as 
thiophene oligomers, oligomers with fused ring moie- 
ties, and metallophthalocyanmes are formed by vacuum 
evaporation. Layers of n-type materials such as fluori- 
natcd metal lophthalocyanincs anhydrides such as 
perylenetetracarboxylic dianhydride and imide deriva- 
tives thereof, C^ and tetracyanonaptho-2,6-quin- 
odimethane are contemplated as suitable. Other exam- 
ples of suitable organic semiconductor materials are 
soluble conjugated polymers, oligomers, and fused ring 
molecules Soluble semiconductor materials are advan- 
tageous because layers of these materials are formed 
using low-cost processing techniques such as screen- 
printing, ink-jet printing, soft lithography patterning, and 
spray applications. 

[0018] Over the anode of the LED is formed an organ- 
ic hole transporter layer. Organic hole transporter layers 
are well known to one skilled in the art. The p-type or- 
ganic semiconductor materials described above are al- 
so suitable for use as the hole transporter layer for the 
LED. It is advantageous if the material for the hole trans- 
porter layer is the same as the material for the semicon- 
ductor material to limit the number of deposition and pat- 
terning steps required to fabricate the device. 
[0019] An electron transport/light emitter layer is 
formed over the organic hole transporter layer. In one 
embodiment of the present invention, the electron trans- 
port layer is B-hydroxyquinolinato aluminum (Atq). A 
cathode is then formed over the electron transport layer. 
[0020] The above-described device is advantageous 
not only because of its performance, but because it can 
be manufactured economically both from a cost of ma- 
terials porspectivo and a cost of processing perspective. 
In this regard, it is advantageous if a device configura- 
tion is selected that permits simultaneous deposition of 
layers for both devices (e.g. the anode of the LED and 
the gate of the TFT; the semiconductor layer for the TFT 
and the hole transporter layer of the LED) In this regard, 
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it is advantageous il, to the extent possible, the same 
materials are used to lorm both the LED and the TFT 
Finally, it is advantageous if the materials are selected 
to keep processing as simple and economical as possi- 
ble In this regard it is advantageous it both devices are 
formed using materials that are deposited on the sub- 
strate by a printing technique such as screen printing or 
ink-jet printing. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0021] FIG. 1 is a schematic of a prior art LED having 
an organic thin film that is integrated with a TFT 
[0022] FIG 2 is a schematic of one embodiment of a 
monolithically integrated LED and TFT of the present 
invention, wherein both devices have active layers of an 
organic material. 

[0023] FIG. 3 is a schematic of a second embodiment 
ol a monolithically integrated LED and TFT of the 
present invention, wherein both devices have active lay- 
ers of an organic material. 

DETAILED DESCRIPTION 



[0024] Tho present invention is directed to a device in 
which a TFT and an LED are monolithically integrated 
on a single substrate, and processes for fabricating 
these devices. The TFT has source, drain, gate and 
channel regions formed on the substrate. The LED has 
a layer or layers of active material sandwiched between 
an anode and a cathode. One skilled in the art will ap- 
preciate that the TFT and LED are formed in a variety 
of. configurations. Device configuration, as used herein, 
is the placement ol the portions of the device (e.g. 
source, drain , etc. of the TFT: active material, anode, 
and cathode of the LED) relative to each other. In the 
present invention, materials and processes are de- 
scribed for making a device in which the TFT and LED 
are monolithically integrated For convenience, the ma- 
terials and processes are described in the context of 
specific device configurations. However, the present in- 
vention is not limited to a specific TFT or LED configu- 
ration. For example, the source and drain contacts of 
TFT can beformed either on the insulating material layer 
or on the semiconductor material layer. A TFT device 
with either configuration will perform adequately. 
[0025] Referring to FIG . 2. in one embodiment of the 
present invention, the monolithically iniegrated organic 
TFT and organic LED 200 is formed in the following se- 
quence. A conducting layer is first deposited onto a 
transparent substrate 205 To simplify processing, it is 
advantageous for this layer to serve as both the gate 
215 of the fiold cflcct TFT (FET) 201 and tho anodo 216 
of the LED 202 The layer is made ol a material with low 
resistivity (less than about 10" 2 ohm-cm) to serve as the 
FET gate 215 The layer also has low resistance, high 
optical transmittance. and a relatively high work function 
to serve as the anode 21 6 of the LED 202. Examples of 



materials that satisfy these criteria include indium tin ox- 
ide (ITO) or 7inc oxide (thicknesses greater than about 
1000 angstroms). 

[0026] In those embodiments of the present invention 
5 wherein the gate electrode is made of a different mate- 
rial than the LED anode, metals such as gold are also 
contemplated as suitable lor the FET gate 215 Soluble 
conducting polymers such as polyaniline. poly(3.4-eth- 
ylene-dioxythiophene) and polypy rrole are also contem- 
10 plated as suitable. Conductive particle-based polymer 
composites such as silver ink and graphite ink are also 
contemplated as suitable. 

[0027] Patterning the conducting layer defines the 
FET gate 215 and the LED anode 21 6. Patterning is ac- 
15 complished, for example, by printing or molding material 
that serves as or is converted to the conducting layer (e. 
g micromokJing. or printing wetting patterns for, sol gel 
precursors for conducting glasses). The conducting lay- 
er is patterned by printing an etchant or using an etchant 
zo with a removable mask lo remove selected regions ol a 
uniformly deposited layer. In another embodiment the 
conducting layer is patterned by printing a resist, or coat- 
ing the substrate with an energy-definable material 
which is subsequently patterned so that the patterned 
25 material protects certain regions of tho layer from an 
etchant. In another embodiment, patterning is accom- 
plished by printing a wetting pattern or an adhesion pro- 
moting/demoting pattern that can be used to define a 
resist layer Also, patterning is accomplished by pnntmg 
30 a catalyst or initiator tor the electrons deposition of 
metal on a substrate (e.g palladium catalyst for nickel 
or copper deposition: gold colloid for gold deposition). 
Additive processing in which the conductive layer is de- 
posited in the desired pattern is advantageous because 
35 it eliminates the need to remove a portion of the layer in 
order to obtain the desired pattern, therefore making ef- 
ficient use of conductive material. 
[0028] For subtractive processing that requires etch- 
ing and removal of material, there are advantages to us- 
40 ing fabrication sequences that use a resist layer that can 
also serve as the dielectric layer of the TFT device. For 
example, a thin printed layer of photosensitive polytmide 
could be used as a resist layer. After the polyimide layer 
has been used as a resist mask to pattern the underlying 
45 conductive layer the mask remains on the substrate as 
the dielectric layer 220 of the FET 201 
[0029] The dielectric layer 220 lor the FET 202 is then 
lormed This layer provides electrical isolation ol the 
FET gate from the electrodes (capacitance greater than 
so about 10- 9 F/cm 2 ). The dielectric layer 220 is suff iciently 
thin to allow low (i.e., less than 40 volts) voltage opera- 
tion of the FET and is chemically compatible with the 
conductive layer. The dielectric layor 220 is patterned 
so that it does not cover the anode 21 6 of the LED 202. 
55 m the embodiment where the resist and the dielectric 
are the same ^material, forming the patterned dielectric 
involves selective removal of part of the dielectric to ex- 
pose the FET gate contact and the LED anode In other 
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approaches, the dielectric layer is formed on the pat- 
terned conducting layer using printing methods For 
many printing techniques it is advantageous lor the di- 
electric to be processed as a liquid (e.g. in the form of 
a prepolymer or a solution, suspension or slurry) that 
can be solidified after patterning. Many types of thermal- 
ly or photochemically curable polymers are well-suited 
for the dielectric layer. Polyimide and poly(methyl meth- 
acrylate) are examples of such materials. Other exam- 
ples of suitable dielectric materials include photodefin- 
able polymer dielectrics and spin-on glass. 
[0030] After the conducting and dielectric layers are 
formed on the substrate, either the source electrode 225 
and drain electrode 226 of the FET 201 or (referring to 
the alternate embodiment in FIG. 3) the semiconducting 
material 230 of the FET are deposited. FIG. 2 illustrates 
the embodiment of the present invention wherein the 
semiconducting material layer of the FET device is 
lormed after the source and drain electrodes of the FET 
are formed. FIG. 3 illustrates the embodiment of the 
present invention wherein the semiconducting material 
layer of the FET device is formed before the source and 
drain electrodes of the FET are formed. The configura- 
tion depicted in FIG. 2 is advantageous because the 
contacts arc easier to pattern and the contact deposition 
does not affect the semiconductor layer, which is depos- 
ited after contact formation. However, the configuration 
in FIG. 3 is advantageous because the top contact pro- 
vides a better interlace for electrical interconnection and 
the interface between the semiconductor and top con- 
tacts is more easily modified (if required) for improved 
electrical interconnection. 

[0031] In the embodiments of the present invention 
wherein the electrodes are printed onto the substrate, rt 
is advantageous to deposit the semiconducting material 
first because printed electrodes are often relatively thick 
and not amenable for use in FETs that employ active 
material deposited over the electrodes. Materials for the 
electrodes should be good conductors, chemically com- 
patible with the dielectric (e.g. they should be exist in 
solvents that do not disturb the dielectric material), and 
suitable for use with printing methods (e.g. for some 
printing techniques, they should be solvent processa- 
ble). The properties of the interlace between the elec- 
trode and the active material should also allow for ac- 
ceptable operation of the FET. In some embodiments, 
the properties of the interlace are improved by forming 
inlerlayers with certain desirable properties between the 
electrode and the active material Examples of electrode 
materials that satisfy these criteria include conducting 
carbon deposited from suspension, polyaniline depos- 
ited from solution, conducting silver paste, and the ma- 
terials proviousty described 

[0032] Referring to FIG 2. once the electrodes 225 
and 226 are formed, the semiconductor material 230 is 
deposited. This material should have properties that 
yield FETs with the required performance For most ap- 
plications, mobilities greater than 10' 3 cnr^/Vs and on/ 



off ratios greater than 10 (and a conductivity less than 
10* 5 S/cm) are sufficient Although the semiconductor 
layer 230 only needs to be present in the narrow region 
between the source 225 and drain 226 electrodes, it is 
5 advantageous to choose a semiconductor material that 
can also serve as a hole transporter 235 for the LED 
202. 

[0033] Examples of such materials include the follow- 
ing p-type semiconducting materials: oligothiophene (i. 

10 e. Di-R-ct-nT wherein n is 4 to e. T is 2.5-thiophenediyl 
and R is either C m H 2m+1 wherein m is 0 to 18 or 
C y H 2y+P°2 H 22 w^' 6 z+v = 4 to 17, y is greater than 
zero, and z is greater than 2): pentacene: Di-R-anthra- 
dithiophene (wherein R is as previously described): bis- 

1S benzodithiophene. and phthalocyanine coordination 
compounds wherein the coordinate is either a metal 
such as copper, zinc, tin, or iron, or hydrogen. Suitable 
anthradithiophene semiconductors are described in 
Laquindanum, J, et al., "Synthesis, Morphology, and 

20 Field-Effect Mobility of Anthradithiophenes," J. Am. 
Chem. Soc. , Vol. 120, pp. 664-672 (1998), which is in- 
corporated by reference herein. Suitable benzodithi- 
ophenes are described in Laquindanum, et al., "Ben- 
zodithiophene Rings as Semiconductor Building Blocks, 

2S - Adv. Mater. Vol. 9 ( 1 ), pp. 36-39 (1 997), which ishcrcby 
incorporated by reference. 

[0034] Such materials are deposited using vacuum 
deposition. Some of the above-described materials 
such as Di-R-a-nT wherein n is 4 to 8 and R is C m H 2m ^ 

30 wherein m is 4 to 6 and Di-R-anthradithiophene (where- 
in R is C 6 H 13 ) have finite solubility in certain solvents 
including aromatic solvents such as chlorobenzene and 
1.2.4-trichlorobenzene. Therefore these materials can 
be deposited on a substrate by spin-coating, casting, 

35 and printing. FETs with these semiconductor materials, 
and the fabrication of such devices, are described in 
Katz. K, et al., 'Synthesis, Solubility, and Field-Effect 
Mobility of Elongated and Oxa-Substituted a,a-Dialky1 
Thiophene Oligomers. Extension of'Polar Intermediate* 

40 Synthetic Strategy and Solution Deposition on Transis- 
tor Substrates," Chem. Mater. , Vol. 10, No. 2, pp. 
633-638 (1998), which is hereby incorporated by refer- 
ence. These compounds can be cast into a film with a 
lower off conductivity than other liquid phase, high mo- 
bilrty films, thereby providing a film with a higher on/off 
ratio. 

[0035] As illustrated in FIG. 2, the semiconducting 
material in this embodiment is deposited uniformly over 
both the FET 201 region and the LED 202 region, and 

so patterning is not required. If the semiconducting material 
230 needs to be patterned (FIG. 3), it is preferred that 
the material is printable, and that the material Is soluble 
in a solvent that is compatible with tho dielectric and 
electrode materials. Poly(3-alkyrthiophene) wherein the 

ss alkyl group contains about 2 to about 10 carbon atoms 
is a material that satisfies these requirements. Such TFT 
devices are described in Bao, Z , et at , "Soluble and 
processable regioregular poly(3-hexylthiophene) for 
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,Js Scm. These FET devices have an on/of. ratio 

Sals include n-type materials such as fluonnaWd 
2K£^eoo5*iM compounds wherem he 
P S s are as previously described, perylenetet- 

cc^ducung materials are lormed on the substrate usmg 

5? To 3 SX the ^ - J-* 
lice 200, the remaining Seriate requ.re4f(J the U£ 
202aredeposrted.lfthesemieor^^ 
the FET is not used lor a hole transporter (FIG. 3). or n 

ole me hole ^sporter 235 lollowed by depos « .of 
to caSode 245 completes the LED. Matenals lor the 

nlato a.uLum (Alq). Other examples el electron 
transDOrt materials included 2-(4-b.phenylyl)-5-(4-tert- 
buXn7-|,3.4-oxad«zole (PBD), 2-napthylA5-b.s 

droxyquinaWine) aluminum phenox.de. and bs( O-hy 
SbenzoquinolinatcHzinc) <ZnBq2). laterals ££• 
Shcde should have low work functions tor efficient 
S Section M. the ETL 
cathode materials include alummum and calcium. 
STpattemedemssxjnlromtheLEDBrequ.ed 

" cathode can be patterned, for example, by us.ng a 

From a processing standpoint, «W 
lo pattern the ETL instead of the cathode. II the ETUs 
aoMon processable, tow cost mold«g approaches can 
SS^cdu"- ns threes, "n-«^^£ 
tensity of itsemission. PPV is an example of an ETL that 
ran be manipulated in this way. 
^ Tn author example of processing «es 
hat can be employed to fabricate a TFT and an LED 
the cathode material of the LED can also be used 

source and drain. MMk 
Sin] Thefollowingmatenatsandprocesssequence 

lor forming a TFT are advantageous because the se- 



quence and materials integrate well 

Je-TO is exposed through the pattern, and removed 
„l a a conventional etchant. The patterned resist is 
SerTrLrnativefy. an etchant is printed onto 
,o merroiayertodelineatethedesiredpattem mthelTO 

££ 21 The dielectric layer of the TFT device is then 

ts methacrylate). _ T , then 

100431 The semiconductor layer of the TFT .s men 
S by printing, casting, spin-coatmg. or spray«g a 
Sdphase processable conjugated oligomer (eg. o> 
2SS5)5 a conjugated polymer (such as 
,o 3?Sf (^exylthiophene) onto the satiate. 

oarticle deposit or conducting polymer is mcromolded 
^l^tomesubstrateC^ofeimert^e 

a^Srain contacts are patterned to contact the anode 

Kyer or layers of the LED are formed on the sub- 
strate If vacuum deposition is acceptable a tntetnm- 
HH taver (e q N N'-diphenyl-N.N'-b.s(3-methylphe. 

(eg . aluminum tris(8-hydroxyqu.noi m e)(^)Hs then 
vacuum deposited over the hole transporter layer Ex 
ZleTof oSractive materials that can be vac^mde- 
posrted are described m Dodabalapur. A.. Organ* 

102, pp. 259-267 (1997) . which is hereby incorporateo 

3S5TI * P^erred to deposit the active layerso. 

so phenylene vinylene (PPV)) It tormedorr Mm 
The PPV is lormed on the anode before 
layer of the TFT is formed thereon. The p PyJ a V er * 
teSiod from a PPV precursor that is doposrted on the 

sb ed to PPV by heating the substrate "-^f^ 
der vacuum. An electron » fans P ort/emrtt ' n ^ an . 
lormed by printing, casting, or spinning poly cyan 
oteTephthafylidene (CN-PPV) on the substrate after the 
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drain and source electrodes are formed thereon. 
[0047] In yet another embodiment, a single LED ac- 
tive layer is formed by either printing, casting, or spin 
coating a solution containing poly(2-methoxy-5-2 , -ethyl- 
hexoxy)-1,4-phenylene vinylene Examples of other ac- 
tive materials that can be deposited in a like manner, 
and conditions suitable for such deposition are de- 
scribed in Kraft, A., et al. "Electroluminescent Conjugat- 
ed Polymers-Seeing Polymers in a New Light," Anqew. 
Chem. Int. Ed , Vol. 37, pp. 402-428 (1998), which is 
hereby incorporated by reference. 
[0048] In certain embodiments of the present inven- 
tion, more than one TFT is monolith ically integrated with 
one or more LEDs. In certain instances, when more than 
one TFT is integrated with a single LED, the power dis- 
sipation at the LED is greatly, reduced. When the device 
of the present invention is incorporated into displays 
and/or systems, it is contemplated that one or more 
TFTs will drive one or more LEDs. Displays will have 
multiple rows and multiple columns of the monolilhically 
integrated device of the present invention. Systems with 
the device of the present invention will also include ap- 
propriate drive circuitry. 



Claims 



4. The device of claim 3 wherein the semiconductor 
material of the thin film transistor and the charge 
carrying material ol the light emitting diode are the 
same material. 



5. The device of claim 4 wherein the charge carrying 
material is a hole transporter material. 

6. The device of claim 5 wherein the charge carrying 
5 material and the semiconductor material are select- 
ed from the group consisting of oligothiophene. 
pentacene, Di-R-anthradithbphene wherein R is ei- 
ther CJi 2 ^ wherein m is 0 to 18 or 
C y H2y«.iOC z H 2z where z+y = 4 to 17. y is greater 

to than zero, and z is greater than 2, bis-benzodithi- 
ophene, phthalocyanine coordination compounds, 
and regioregular poly(3-alkylthiophene) 

7. The device of claim 4 wherein at least one of the 
is source and dram contacts is electrically connected 

to the anode. 

a The device of claim 7 wherein the substrate is a 
transparent substrate and the gate of the thin film 
20 transistor and the anode ol the light emitting diode 
are indium tin oxide. 

9. The device of claim 8 wherein the transparent sub- 
strate material is selected from the group consisting 

2S of glass, polyester, and poryimidc. 

10. The device of claim 9 wherein a plurality of thin film 
transistors is monolithically integrated with the light 
emitting diode. 

1 1 . A process for fabricating a monolithically integrated 
thin film transistor and a light emitting diode com- 
prising: 

forming a gate contact of a thin film transistor 
and an anode of a light emitting diode on a uni- 
tary substrate 

forming a layer of dielectric material over the 
gate contact: 

forming a layer of an organic semiconductor 
material over the layer of dielectric material; 
forming a source contact and a drain contact of 
the thin film transistor, wherein the source con- 
tact and the drain contact are formed either be- 
fore or after the layer of organic semiconductor 
material is formed over the layer of dielectric 
material and wherein one of the source contact 
and the drain contact are electrically intercon- 
nected to the anode; 

forming a layer of an organic light-emitting ma- 
terial over the anode of the light-emitting diode; 
and 

forming a cathodo over the organic light-omit- 
ting material. 

55 

12. The process of claim 11 wherein the gate contact 
and the anode are formed t rom a single layer of con- 
ductive material 



1 . A device comprising a light emitting diode monolith- 
ically integrated with at least one thin film transistor 
wherein the light emitting diode comprises an an- 30 
ode. a cathode and at least one active layer com- 
prising a light-emitting material sandwiched be- 
tween the anode and the cathode and the thin film 
transistor comprises a semiconductor material in- 
terposed between source and drain contacts such 35 
that a current that flows from the source to the drain 
flows through the semiconductor material from the 
source to the drain, wherein the thin film transistor 
and the light emitting diode are formed on a single, 
unitary substrate, and wherein the semiconductor 
material of the thin film transistor and at least one 
active layer of the light emitting diode is an organic 
material. 

2. The device of claim 1 wherein the thin film transistor 45 
further comprises a gate formed on the substrate 
and wherein the anode of the light emitting diode 
and the gate of the thin film transistor are a single 
layer of material. 

so 

3. The device of claim 2 wherein the active layer fur- 
ther comprises a layer of a charge carrying material. 
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13. The process of claim 12 further comprising forming 
a layer of a hole transporter material over the anode 
before the layer of light-emitting material is formed 
thereover. 

14 The process of claim 13 wherein the organic semi- 
conductor material of the thin film transistor and the 
hole transporter material of the light emitting diode 
are the same p-type semiconducting material. 

15 The process of claim 14 wherein the p-type semi- 
conducting material is selected from the group con- 
sisting of oligothiophene, pentacene, Di-R-anthra- 
dithiophene wherein R is either C m H 2fm1 wherein 
m is 0 to 18 or CyH^OC^ where z+y = 4 to 17, 
y is greater than zero, and z is greater than 2, bis- 
benzodithiophene, phthalocyanine coordination 
compounds, regioregular poly(3-alkylthiophene). 

18. The process ol claim 1 2 wherein the layer of dielec- 
tric material is formed by printing the layer of die- 
lectric material over the gate contact of the thin film 
transistor. 

17. The process of claim 16 wherein the layer of somi- 
conductor material is formed by printing or spin- 
coating the layer of semiconductor material or by 
spraying a liquid phase processable conjugated ol- 
igomer or polymer 

18. The process of claim 12 wherein the source contact 
and the drain contact are formed by printing the ma- 
terial tor the source contact and the drain contact. 

19. The process of claim 1 2 wherein the active layer is 35 
formed by printing, casting or spin-coating. 

20. The process of claim 12 wherein the dielectric layer 
is formed as an etch mask for forming at least one 

of the anode or the gate contact in the underlying *o 
layer of conductive material. 
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